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(54) PRIMER COMPOSITION 

(57)Abstract: 

PURPOSE: To prepare a primer compsn. which adheres well to the surface of a 
polyolefin molding and bonds a coating film strongly enough to the surface by 
grafting an unsatd. carboxylic acid (anhydride) onto an olefin polymer and 
chlorinating the resulting graft copolymer. 

CONSTITUTION: A graft copolymer is prepd. by grafting 0.01 -10wt. % (based on 
the copolymer) unsatd. carboxylic acid (anhydride) onto an olefin polymer 
comprising 15~90mol% propylene units and 85-10mol% 4-6C o-olefin units and 
having an intrinsic viscosity 7) of 0.8-2.0dl/g. The graft copolymer is chlorinated 
and dissolved in an org. solvent to give a primer compsn. which comprises 5-50 
pts.wt. chlorinated copolymer contg. 5-35wt.% chlorine and 95-50 pts.wt. org. 
solvent. The compsn. adheres well to the surface of a polyolefin molding and 
bonds a coating film strongly enough to the surface without vapor cleaning with 
1 ,1 ,1 -trichloroethane. 
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